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APPENDIX I

quantities* This copal has all the good qualities of the
purified copal obtained from the ground and is cheaper.
Demarara copal comes from British Guiana, in South
America, and is in elongated pieces, glossy, dull, or mam-
millated; color pale-yellow to reddish; very hard, difficult to
powder, fracture clear, brilliant. Powdered, it gives a
characteristic odor as of valeric acid, which disappears
gradually. Columbian copal, from South America, con-
tains much dirt and debris; some pieces yellowish-white,
some dark-yellow to reddish-brown, some of it is milky.
Some of it has a crust several millimetres thick. It pul-
verizes easily, breaks easily, vitreous fracture; rather soft.
Brazilian resin is white, yellow, yellowish-red; surface pol-
ished, rarely papillated; fracture clean, vitreous, brilliant;
rather soft, easily powdered.
Benguela copal is from equatorial Guinea, south of
Angola, on the west coast. The pieces are flat or rounded,
color white to clear yellow. The crude copal is very
dirty but cleans easily and the commercial resin is very
pure. The surface is shining and brilliant; it is difficult
to break and the fracture is brilliant. White and red an-
gola are from that part of equatorial Guinea called Angola,
on the Atlantic coast. The white is a resin of medium
quality, the red is excellent. The white is found in rounded
pieces, some very small, others medium and large, clean,
white or pale yellow, hard, fracture brilliant; it is easily
pulverized to a white powder. Red Angola is in irregular
pieces, yellow and red, easily broken, difficult to pulverize
to a yellow powder; surface sometimes papillated more
coarsely than Zanzibar. It is found buried in the earth,
sometimes as much as 12 feet. Congo resins are from the
sandy interior regions of West Africa, north of Angola;
are red, yellow to white, in large pieces more or less irregular
in shape, clean surface, conchoidal fracture, very shining.
Similar copals also come from Loango. Belgian Congo
resin is the best, the French being very white but too soft
for ordinary use. The data given are for the Belgian resin.
Sierra Leone resin is from the British colony of that name
in West Africa; it is not fossil, but is produced by a legu-
minous tree called Guibowrtia copattifera, and is collected